Permanent Painting

the sienna colors and is perfectly permanent and re-
liable. Care must be exercised not to paint it over
a soft or semi-dry ground or cracks will result.

CADMIUM YELLOW
This description comprises all of the cadmium colors
from the palest yellow to the deepest orange. All of
the cadmium colors are manufactured by precipitat-
ing a salt of cadmium with a salt containing" a sul-
phide, so that the cadmiums are sulphides of cadmium,
and according to the speed of precipitation, tempera-
ture of the solutions, admixture of acids or alkalies,
all shades from brilliant yellow to the deepest orange
are formed.
All writers practically agree in stating, and the
experiments of the author confirm it, that cadmium
yellow may be regarded as a perfectly permanent
pigment The artistic painter is fortunate in having
such a brilliant color at his command. Much has
been written on. the supposed reactions that take
place between this and other pigments. It is said,
though being a sulphide, it should not be mixed with
a lead color, because the sulphur in the cadmium
would combine with the lead with a blackening effect.
Ordinarily, this is not so. Cadmium sulphide is a
very stable chemical compound, and will not give up
its sulphur as readily as artificial ultramarine blue